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JN THE CLAIMS- 



Please amend the claims according to the following listing of the claims, which will replace 
all prior versions and listings of the claims: 

Listing of Haims- 



1. (Original) A method of forming a weldable conduit for transporting fluids comprising the 
steps of: s 

positioning a tube formed of a material having desirable properties within a pipe formed of a 
commonly weldable material such that one end of the tube is aligned with one end of the 
pipe, the tube having an outer diameter slightly less than the inner diameter of the pipe; 

affixing the tube to the pipe by connecting the aligned ends thereof and 

compressing the pipe in a reducing operation so that the inner diameter of the pipe is reduced to a 
diameter that is less than or equal to the outer diameter of the tube. 

2. (Original) The method of claim 1 , wherein the tube is formed of a material having desirable 
corrosion-resistant and erosion-resistant properties. 

3. (Original) The method of claim 1 , wherein the pipe is formed of a carbon steel. 

*. (Original) The method of claim 3, wherein the pipe is formed of a carbon steel selected from 
the group of steels having an API designation of SL and steels having an ASTM designation 
ofA106. 

!. (Original) The method of claim 1, wherein the tube is formed of a stainless steel. 
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(Original) The method of claim I , wherein the tube is formed of an alloy containing one or 

more materials selected from the group of chromium, molybdenum, nickel, iron, copper, and 
titanium. 



7. (Original) The method of claim 1 , wherein the tube is formed of an alloy selected from the 
group of stainless steel, bastelloy, inconel, incoloy, and monel. 

8. (Original) The method of claim 1, wherein the tube is affixed to the pipe by tack weldingthe 
aligned ends thereof together. 

9. (Original) The method of claim 1, wherein the tube is affixed to the pipe by clamping the 
aligned ends thereof together. 

10. (Original) Themethodofclaim 1, wherein the reducing operation includes rolling the pipe. 

11. (Original) The memod of claim 1, wherein the reducing operation includes forcing the pipe 
through a die. 

12-21. (Withdrawn) 

22. (Original) A method of forming a conduit assembly for transporting fluids, comprising the 
steps of: 

forming a pair of weldable conduits, each of the conduits being formed by: 

positioning a tube termed of a material having desirable properties within a pipe foimed of a 
commonly weldable material such that one end of the tube is aligned with one end of 
the pipe, the tube having an outer diameter slightly less than the inner diameter of the 
pipe; 

affixing the tube to the pipe by connecting the aligned ends thereof; and 
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compressing the ptpe in a reducing operation so that the inner diameter of the pipe is reduced 

to a diameter that is less than or equal to the outer diameter of the tube; and 
positioning the conduits in opposing relation and placing an end of each of the conduits about the 
respective opposing ends of a coupling for welded interconnection of the conduits, the 
coupling including: 

a cylindrical body formed of the same material as the tubes of the conduits, the body having: 
an outer diameter that is slightly less than the inner diameter of the tubes of the 
conduits, and 

a circumferential recess intermediate the ends of the body, and 
a ring formed of the same material as the pipes of the conduits, the ring being positioned 
within the recess of the body and having a circumferential stop means for limiting 
movement of the ends of the body within the respective ends of the conduits by the 
ends of the conduits abutting the stop means; and 
at least one circumferential seal intermediate the recess and each of the tapered ends of the 
body for sealing the interconnected conduits; 
temporarily affixing the ends of the conduits to one another in the region of the circumferential stop 
means of the ring; 

removing the circumferential stop means of the ring to clear an annular pathway for welded 

interconnection of the ends of the conduits; and 
welding the ends of the conduits together in the annular pathway. 

23. (Original) The method of claim 22, wherein the tube of each conduit is formed of a material 
having desirable corrosion-resistant and erosion-resistant properties. 

24. (Original) The method of claim 22, wherein the pipe of each conduit is formed of a carbon 
steel. 
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25. (Origin*,) The method of claim 24, wherein the pipe of each '.JSS^gSZ 
steel selected from the group of steels having an API designation of SL and steels having an 
ASTM designation of A106. 

26. (Original) The method of claim 22, wherem we mbeofeachcondmt is fonned of a stainless 
steel. 



27. (Original) The method of claim 22, wherein the tube of each conduit is formed of an alloy 
containing one or more materials selected from the group of chromium, molybdenum, nickel, 
iron, copper, and titanium. 

28. (Original) The method of claim 22, wherein the tube of each conduit is formed of an alloy 
selected from the group of stainless steel, hastelloy, inconel, incoloy, and monel. 

29. <Origtaal>Thememodofcto 

tack welding the aligned ends thereof together. 

30. (Original) The methodofclaim 22, wherein the tube of each conduit is affixed to the pipe by 
clamping the aligned ends thereof together. 

3 1 . (Original) The method of claim 22, wherein the reducing operation includes rolling the pipe 
of each conduit 

32. (Original) The methodofclaim 22, wherein the reducing operation Eludes forcing the pipe 
of each conduit through a die. 

33. (Original) The method of claim 22, wherein the cylindrical body of the coupling further has 
an inner diameter that varies to form a taper at each end of the body. 
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34. (Original) The method of claim 22, wherein the coupling further includes an insulator 
positioned in the recess between the ring and the body for inhibiting the transfer of heat 
produced by welding the ends of the conduits together. 

35-53. (Withdrawn) 

54. (Previously Presented) A method of forming a weldable conduit for transporting fluids 
comprising the steps of: 

positioning a tube formed of a material having desirable properties within a pipe formed of a 
commonly weldable material so that the pipe encircles the tube, the tube having an outer 
diameter slightly less than the inner diameter of the pipe; and 

compressing the pipe upon the tube so that the inner surface of the pipe engages the outer diameter 
of the tube. 
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